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© Thermoplastic resin composition. 



© There are disclosed a thermoplastic resin composition comprising (A) a styrenic polymer having a high 
degree of syndiotactic configuration, (B) an inorganic filler and (C) a polyphenylene ether that is modified with a 
compound having an ethylenic double bond and a polar group in the same molecule, especially maleic 
anhydride, the ether having a modification rate of 1.3% or more by weight; a thermoplastic resin composition 
further comprising (D) a rubbery elastomer in addition to the above components (A), (B) and (C): a process for 
producing modified polyphenylene ether (PPO) comprising reacting 100 parts by weight of PPO with 1 to 20 
parts by weight of the above compound or a derivative thereof in an aromatic hydrocarbon solvent in the 
presence of 15 or less parts by weight of a radical generator; and a process for producing the modified PPO 
comprising reacting 100 parts by weight of PPO with 1 to 5 parts by weight of the above compound or a 
2 derivative thereof at 300 to 350 *C in the presence of 0.1 to 3 parts by weight of a radical generator which 
exhibits a half-life period of 1 minute at 300 • C or higher. The above thermoplastic resin composition is markedly 
improved in its dynamical properties especially rigidity and heat resistance. 
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BACKGROUND OF THE INVENTION 

1 . Field of the Invention 

5 The present invention relates to a thermoplastic resin composition. More particularly, it pertains to a 

thermoplastic resin composition which comprises as the principal component a styrenic polymer having a 
high degree of syndiotactic configuration, said composition being improved in long-term heat resistant 
stability by being compounded with a polyphenylene ether that is modified by a compound having an 
ethylenic double bond and a polar group in the same molecule (particularly typified by maleic anhydride) or 

70 a derivative thereof at a modification rate of not less than 1 .3% by weight (hereinafter sometimes referred to 
as "Maleic anyhydride-modified PPO" or simply "Modified PPO"), and at the same time, to a process 
capable of efficiently producing the Maleic anhydride-modified PPO. 

2. Description of Related Art 

15 

There has heretofore been adopted the technique for improving various thermoplastic resins in the 
dynamical properties (or mechanical properties), especially rigidity and heat resistance by compounding 
therein an inorganic filler such as glass fiber. There are proposed the thermoplastic resin compositions 
excellent in heat resistance and dynamical properties, for example, in Japanese Patent Application Laid- 

20 Open Nos. 257948/1987 and 182344/1990 in which syndiotactic polystyrenes are compounded with an 
inorganic filler, and a thermoplastic resin and/or rubber together with an inorganic filler, respectively. 
However, the aforesaid technique has been incapable of producing a satisfactory resin composition even if 
compounded with an inorganic filler because of the insufficient adhesivity between a syndiotactic polysty- 
rene (SPS) and an inorganic filler. 

25 Such being the case, Japanese Patent Application Laid-Open No. 126743/1991 discloses the improved 
technique over the aforementioned ones in which a syndiotactic polystyrene is incorporated with a maleic 
anhydride-modified PPO to provide a resin composition excellent in impact resistance, heat resistance and 
mechanical properties. The aforesaid improved technique, however, necessitates at least 5% by weight of 
the maleic anhydride-modified PPO to be incorporated therein for the purpose of sufficienty exhibiting the 

30 effect owing to its low modification rate. 

Nevertheless it has been found, as a result of long-term heat resistance test for the resin composition 
incorporated with the maleic anhydride-modified PPO, that the decrease in the molecular weight of the 
syndiotactic polystyrene (SPS) is made remarkable by the increase in the loading of the maleic anhydride- 
modified PPO causing deterioration of dynamical properties of the composition, and that a loading thereof 

35 of 5% by weight or more further accelerate the aforestated unfavorable tendency. Moreover in order to 
allow an alloy-based resin composition incorporated with polyamide to exert a sufficient compatibility effect, 
it is necessary to add a large amount of maleic anhydride-modified PPO to the composition, thus lowering 
the crystallinity of SPS. Likewise, the decrease in the molecular weight of SPS is inevitable in the long-term 
heat resistance test for the composition. 

40 

SUMMARY OF THE INVENTION 

It is an object of the present invention to provide a thermoplastic resin composition excellent in 
dynamical properties, especially rigidity and long-term heat resistance which is produced from a styrenic 
45 polymer having a high degree of syndiotactic configuration compounded with an inorganic filler such as 
glass fiber. 

It is another object of the present invention to provide a thermoplastic resin composition excellent in 
dynamical properties, especially rigidity and long-term heat resistance which is produced from a styrenic 
polymer having a high degree of syndiotactic configuration compounded with an inorganic filler such as 
so glass fiber and a rubbery elastomer. 

It is still another object of the present invention to provide a process for producing a Maleic anhydride- 
modified PPO to be effectively compounded in the above-mentioned thermoplastic resin composition. 

Specifically the present invention provides as the first aspect thereof a thermoplastic resin composition 
which comprises (A) 100 parts by weight of a styrenic polymer having a high degree of syndiotactic 
55 configuration, (B) 1 to 350 parts by weight of an inorganic filler and (C) 0.1 to 3.5 parts by weight of a 
Maleic anhydride-modified PPO having a modification rate of 1 .3% or more by weight. 

In addition, the present invention provides as the second aspect thereof a thermoplastic resin 
composition which comprises (A) 100 parts by weight of a styrenic polymer having a high degree of 
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syndiotactic configuration, (B) 1 to 350 parts by weight of an inorganic filler, (D) 5 to 100 parts by weight of 
a rubbery elastomer and (C) 0.1 to 3.5 parts by weight of a Maleic an hydride- modified PPO having a 
modification rate of 1 .3% or more by weight. 

Moreover, the present invention provides as the third aspect thereof a process for producing a Maleic 
anhydride-modified PPO having a modification rate of 1.3% or more by weight which comprises reacting 
100 parts by weight of a polyphenylene ether consisting of the repeating units each represented by the 
general formula (I) 




• • • ( I) 



wherein R 1 and R 2 are each an alkyl group having 1 to 4 carbon atoms or a halogen atom, with 1 to 20 
parts by weight of a compound having an ethylenic double bond and a polar group in the same molecule or 
a derivative thereof in an aromatic hydrocarbon solvent in the presense of 15 or less parts by weight of a 
radical generator (Process I). 

Furthermore, the present invention provides as the fourth aspect thereof a process for producing a 
Maleic anhydride-modified PPO having a modification rate of 1.3% or more by weight which comprises 
reacting 100 parts by weight of a polyphenylene ether consisting of the repeating units each represented by 
the general formula (I), with 1 to 5 parts by weight of a compound having an ethylenic double bond and a 
polar group in the same molecule or a derivative thereof at a temperature of 300 to 350 °C in the presence 
of 0.1 to 3 parts by weight of a radical generator which exhibits a half-life period of one (1) minute at 300 'C 
or higher (Process II). 

DESCRIPTION OF PREFERRED EMBODIMENT 

There is used a styrenic polymer having a high degree of syndiotactic configuration as the component 
(A) in the thermoplastic resin composition according to the present invention. 

Here, the styrenic polymer which has a high degree of syndiotactic configuration means that its 
stereochemical structure is of a high degree of syndiotactic configuration, i,e. the stereostructure in which 
phenyl groups or substituted phenyl groups as side chains are located alternately at opposite directions 
relative to the main chain consisting of carbon-carbon bonds. Tacticity is quantitatively determined by the 
nuclear magnetic resonance method ( 13 C-NMR method) using carbon isotope. The tacticity as determined 
by the 13 C-NMR method can be indicated in terms of proportions of structural units continuously connected 
to each other, i.e., a diad in which two structural units are connected to each other, a triad in which three 
structural units are connected to each other and a pentad in which five structural units are connected to 
each other. "The styrenic polymers having a high degree of syndiotactic configuration as mentioned in the 
present invention usually means polystyrene, poly (alky Istyrene), poly(halogenated styrene), poly- 
(halogenated alkylstyrene), poly(alkoxystyrene), polyvinyl benzoate), hydrogenated polymer thereof, the 
mixture thereof, and copolymers containing the above polymers as main components, having such a 
syndiotacticity as determined by the above-mentioned method that the proportion of racemic diad is at least 
75%, preferably at least 85%, or the proportion of racemic pentad is at least 30%, preferably at least 50%. 
The poly(alkylstyrene) includes poly(methylstyrene), poly(ethylstyrene), poly(isopropylstyrene), poly(tert- 
butylstyrene), poly(phenylstyrene), poly(vinylnaphthalene) and poly(vinylstyrene). Poly(halogenated styrene) 
includes poly(chlorostyrene), poly(bromostyrene) and poly(fluorostyrene). Poly(halogenated alkylstyrene) 
includes poly(chloromethylstyrene). Poly(alkoxystyrene) includes poly(methoxystyrene), and poly- 
(ethoxystyrene). 

The particularly desirable styrenic polymers are polystyrene, poly(p-methylstyrene), poly(m-methyl- 
styrene), poly (p-tert-buty Istyrene), poly(p-chlorostyrene), poly(m-chlorostyrene), poly(p-fluorostyrene), hy- 
drogenated polystyrene and the copolymer containing the structural units thereof such as styrene/p- 
methylstyrene copolymer. 
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The molecular weight of the styrenic polymer having a high degree of syndiotactic configuration to be 
used in the present invention is not specifically limited, but is desirably 10,000 or more, more desirably 
50,000 or more in terms of weight-average molecular weight. The molecular-weight distribution, that is, the 
broadening of molecular weight of the styrenic polymer is not specifically limited as well, but may be in a 
5 wide range. A weight-average molecular weight of less than 10,000 is unfavorable since the composition or 
molding obtained is deteriorated thereby in the thermal and mechanical properties. 

The styrenic polymer having such a high degree of syndiotactic configuration can be produced with 
reference to the technique disclosed in Japanese Patent Application Laid-Open No. 187708/1987, specifi- 
cally by polymerizing a styrenic monomer which corresponds to the above styrenic polymer in the 
w presence or absence of a solvent such as an inert hydrocarbon by the use of a catalyst comprising a 
titanium compound and a condensation product of water and triaikylaluminum. 

In addition, the poly(halogenated alkylstyrene) and the hydrogenated product thereof can be produced 
by the processes described in Japanese Patent Application Laid-Open Nos. 46912/1989 and 178505/1989, 
respectively. 

15 As the component (B) which is a constituent of the thermoplastic resin composition according to the 
present invention, there are available various kinds and forms of inorganic fillers, that is, in the form of fiber, 

granule, powder and the like. 

Examples of fibrous fiber include glass fiber, carbon fiber and whisker in the form of cloth, mat, bound 
and cut fiber, short fiber, filament, whisker, etc. There is preferably used the bound and cut fiber having a 
20 length of 0.05 to 50 mm and a diameter of 5 to 20 urn. 

Examples of granular or powdery filler include talc, carbon black, graphite, titanium oxide, silica, mica, 
calcium carbonate, calcium sulfate, barium carbonate, magnesium carbonate, magnesium sulfate, barium 
sulfate, oxysulfate, tin oxide, alumina, kaolin, silicon carbide, metallic powder, glass powder, glass flake and 
glass bead. 

25 Any of the above-mentioned inorganic fillers may be used alone or in combination with at least one of 
them. 

Among the above-mentioned various inorganic fillers are particularly desirable glassy fillers including 
glass powder, glass flake, glass bead, glass filament, glass fiber, glass roving and glass mat. 

In order to enhance the affinity between the aforestated inorganic filler and the resin, it is effective to 
30 surface-treat said filler. The coupling agent to be used for the surface treatment may be optionally selected 
for use from the publicly known silane-based coupling agent of aminosilane, epoxysilane, vinylsilane, 
methacrylsilane series, etc. and titanium-based coupling agent. Examples of the preferably usable coupling 
agents among them include aminosilane such as 7 -aminopropyltrimethoxysilane, N-0-(aminoethyl)- y - 
aminopropyltrimethoxysilane, 7 -glycidoxypropyltrimethoxysilane and 0-(3,4-epoxy-cyclohexyl)-ethyl- 
35 trimethoxysilane, epoxysilane, isopropyltri(N-amidoethyl-aminoethyl)titanate, etc. 

The surface treatment of the above-mentioned filler by the use of such coupling agent can be carried 
out by a conventional known method without specific limitation. 

The Maleic anhydride-modified PPO which is a constituent of the thermoplastic resin composition 
according to the present invention as the component (C) and also effective for enhancing the long-term heat 
40 resistance is the Maleic anhydride-modified PPO having a modification rate of 1.3% or more by weight 
which is obtained by modifying the polyphenylene ether consisting of the repeating units each represented 
by the general formula (I) as described hereinbefore (hereinafter sometimes referred to as "PPO") with a 
compound having an ethylenic double bond and a polar group in the same molecule or a derivative thereof. 

The PPO to be used for the Maleic anhydride-modified PPO is a publicly known compound, and for the 
45 purpose of the compound, reference may be made to US Pat. Nos. 3306874, 3306875, 3257357 and 
3257358. 

The PPO is prepared usually by oxidative coupling reaction forming a homopolymer or a copolymer in 
the presence of at least member selected from a cupramine complex and a mono- to tri-substituted phenol. 
As the cupramine complex there may be used the cupramine complex derived from any of primary, 

so secondary and tertiary amines. 

Specific examples of the usable PPO include poly(2,3-dimethyl-6-ethyM ,4-phenylene ether), poly(2- 
methyl-6-chloromethyl-l,4-phenylene ether), poly(2-methyl-6-hydroxyethyl-l ,4-phenylene ether), poly(2- 
methyl-6-n-butyM ,4-phenylene ether), poly(2-ethyl-6-isopropyl-l ,4-phenylene ether), poly(2-ethyl-6-n- 
propyl-1 ,4-phenylene ether), poly(2,3,6-trimethyl-1 ,4-phenylene ether), poly[2-(4'-methy lphenyl)-1 ,4- 

55 phenylene ether], poly(2-phenyl-1 ,4-phenylene ether), poly (2-chloro-1 ,4-phenylene ether, poly(2-methyl-1 ,4- 
phenylene ether), poly(2-chloro-6-ethyl-1 ,4-phenylene ether), poly(2-chloro-6-bromo-1 ,4-phenylene ether), 
poly(2,6-di-n-propyl-1 ,4-phenylene ether), poly(2-methyl-6-isopropyl-1 ,4-phenylene ether), poly(2-chloro-6- 
methyl-1 ,4-phenylene ether), poly(2-methyl-6-ethyl-1 ,4-phenylene ether), poly(2,6-dibromo-1 ,4-phenylene 
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ether), poly(2,6-dichloro-l,4-phenylene ether), poly(2,6-diethyl-1 ,4-phenylene ether) and poly(2,6-dimethyl- 
1 ,4-phenylene ether). Other suitable examples of the PPO include a copolymer derived from at least two 
phenolic compounds that are used for the preparation of the above-mentioned homopolymer and a graft 
copolymer or a block copolymer of an aromatic vinyl compound such as polystyrene and the aforestated 
s polyphenylene ether. Among the above-mentioned PPO, poly(2,6-dimethyi-1 ,4-phenylene ether) is particu- 
larly desirable for use. 

The degree of polymerization of the PPO is not specifically limited, but may be suitably selected 
according to the purpose of use thereof, usually in the range of 60 to 400. A degree of polymerization 
thereof less than 60 results in little effect as a compatibilizer or an adhesive even if modification is carried 
10 out, whereas that exceeding 400 leads to an excessive viscosity thereof, thus causing inconvenience in 
handling. 

In order to produce the Maleic anhydride-modified PPO from the above-mentioned PPO, the PPO may 
be modified by reacting it with a compound having an ethylenic double bond and a polar group in the same 
molecule or a derivative thereof in the presence or absence of a solvent or an other type of resin but in the 
75 presence of a radical generator, that is, which is known as solution modification or melt modification. 

As the modifier used for modifying the PPO, there is used a compound having an ethylenic double 
bond and a polar group such as carboxylic group or acid anhydride group in the same molecule, which is 
specifically exemplified by maleic anhydride, maleic acid, maleic acid monoester, maleic acid diester, 
maleimide, N-substituted compound thereof such as N-substituted maleimide, maleic aicd monoamide' and 
20 maleic acid diamide, maleic acid ammonium salt, maleic acid metallic salt, acrylic acid, methacrylic acid, 
methacrylic acid ester and glycidyl methacrylate, among which is preferably used maleic anhydride in 
particular. 

With regard to the modification of the PPO with a compound having an ethylenic double bond and a 
polar group in the same molecule or a derivative thereof according to the Process I, that is, solvent 
25 modification, the Maleic anhydride-modified PPO is obtained by reacting the PPO with a compound having 
an ethylenic double bond and a polar group in the same molecule or a derivative thereof in an aromatic 
hydrocarbon solvent in the presence or absence of an other type of resin in the presence of a radical 
generator. 

The aforementioned aromatic hydrocarbon solvent is not specifically limited in its type insofar as it 

30 dissolves maleic anhydride or a derivative thereof and the radical generator and at the same time, inert to 
the radical generator. Specific preferable examples of such solvent include benzene, toluene, ethylbenzene, 
xylene, chlorobenzene and tert-butylbenzene, among which are particularly desirable those having a low . 
chain transfer constant such as benzene, toluene, chlorobenzene and tert-butylbenzene. The solvent may 
be used alone or as the mixture with an other solvent. The proportion of the above-mentioned solvent to be 

35 used is not specifically limited, but may be properly selected according to various situations. In general, the 
proportion may he determined in the range of 1 to 20 times by weight based on the PPO to be used. A 
deficiency in the amount of a solvent causes malfunction as the solvent, whereas an excess in the amount 
undesirably lowers the efficiency of the radical generator. 

The proportion of a compound having an ethylenic double bond and a polar group in the same 

40 molecule or a derivative thereof to be used as a modifier is 1 to 20, preferably 3 to 1 5 parts by weight per 
100 parts by weight of the aforestated PPO. A proportion thereof less than t part by weight results in failure 
to sufficiently enhance the modification rate, while that exceeding 20 parts by weight necessitates sufficient 
purification for the purpose of removing the excessive amount of the above-mentioned compound, thus 
causing troublesome operation and unfavorable economical efficiency. 

45 The radical generator to be used for the solution modification of the PPO with a compound having an 
ethylenic double bond and a polar group in the same molecule or a derivative thereof is not specifically 
limited in its type, but is preferably such that has a decomposition temperature well suited for the reaction 
temperature and also a large hydrogen withdrawing capacity in order that the above-mentioned compound 
or a derivative thereof may be effectively grafted onto the PPO. Such radical generators are specifically 

so exemplified by but not limited to di-tert-butyl peroxide; dicumyl peroxide; 1 ,1-bis(tert-butyl peroxide)- 
cyclohexane; 1 ,1-bis(tert-butylperoxy)3,3,5-trimethylcyclohexane; benzoyl peroxide; and decanoyl peroxide. 

The proportion of the radical generator to be used therefor should be 15 parts or less by weight based 
on 100 parts by weight of the PPO, since a proportion exceeding 15 parts by weight can unfavorably cause 
insoluble matter. 

55 There are available a variety of procedures for modifying the PPO. Specifically the solution modification 
process (Process I) comprises the steps of dissolving the PPO and a compound having an ethylenic double 
bond and a polar group in the same molecule or a derivative thereof in an aromatic hydrocarbon solvent to 
form a homogeneous solution; adding to the solution a radical generator at an arbitrary temperature at 
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which the half-life period of the agent is not longer than one (1) hour; and proceeding with the reaction at 
said temperature. A reaction temperature at which the half-life period of the agent to be used is longer than 
one (1) hour unfavorably necessitates a long reaction time. The modification reaction time is properly 
selected, but is preferably a prescribed temperature which is not shorter than 3 times the half-life period of 
5 the radical generator in order that the agent may effectively function. After the completion of the reaction, 
the reaction solution is added to a solvent hardly dissolving the PPO such as methanol, and the modified 
PPO thus deposited is recovered and subjected to a conventional drying step to afford the objective 
modified PPO. 

On the other hand, in the melt modification process (Process II) there is available the PPO and a 
w compound having an ethylenic double bond a polar group in the same molecule or a derivative thereof 
same as those to be used in the above-described Process I, and the objective modified PPO can be 
produced by melt-kneading and reacting the PPO with the above-mentioned compound or a derivative 
thereof at a temperature of 300 to 350 ° C in the presence of the radical generator. 

The proportion of the above-mentioned compound or a derivative thereof to be used for the reaction is 
75 1 to 5, preferably 2 to 4 parts by weight based on 100 parts by weight of the PPO, since a proportion less 
than one (1) part by weight is insufficient for enhancing modification rate, while that exceeding 5 parts by 
weight undesirably lowers the utilization efficiency of the above-mentioned compound or a derivative 
thereof, thus increasing the residual amount of the above-mentioned comopund or the like in the objective 
pellet. 

20 The radical generator to be employed in the melt modification process as Process II shall be the one in 
which the temperature exhibiting a half-life period of one (1) minutes is 300 °C or higher, desirably 300 to 
380 °C, more desirably 300 to 350 p . Such temperature as higher than 380 *C sometimes results in 
deteriorated PPO as the product, while the aforestated temperature lower than 300 P C brings about 
insufficient effect on PPO modification as is the case with a peroxide or an azo compound. There are 

25 available a variety of suitable radical generators, which are specifically exemplified by 2,3-dimethyl-2,3- 
diphenylbutane; 2,3-diethyl-2.3-diphenylbutane; 2,3-diethyl-2,3-diphenylhexane; 2,3-dimethyl-2,3-di(p- 
methylphenyl)butane. Among them is most desirably employed 2,3-dimethyl-2,3-diphenylbutane in which 
the temperature exhibiting a half-life period of one (1) minute is 330 *C. 

The proportion of the radical generator to be employed for the reaction is selected in the range of 0.1 to 

30 3, preferably 0.5 to 2 parts by weight based on 100 parts by weight of the PPO, since the proportion less 
than 0.1 part by weight lowers the modification effect, whereas that exceeding 3 parts by weight unfavorably 
deteriorates the utilization efficiency of the radical generator in the modification and sometimes causes an 
insoluble component. 

In the melt modification process as Process II there are available a variety of procedures for modifying 
35 the PPO. Specifically, for example, the above-described PPO, a compound having an ethylenic double bond 
and a polar group in the same molecule or a derivative thereof and the radical generator are subjected to 
uniform dry-blending at room temperature and then to melt reaction at a temperature in the range of 300 to 
350 °C which is substantially the kneading temperature of the PPO. A reaction temperature lower than 
300 °C results in an unfavorable high melting viscosity, while that higher than 350 °C undesirably causes 
40 PPO degradation. The melt modification can be generally carried out by melt kneading by the use of an 
extruder for the purpose of modification reaction. However, the melt modification is not limited to the 
aforesaid method, but may be put into practice by a publicly known method insofar as it enables the 
modification at a temperature in the range of 300 to 350 *C. In addition, other thermoplastic resin may be 
added to the composition inasmuch as the addition thereof does not impair the effect of the present 
45 invention. 

As described hereinbefore, the Maleic anhydride-modified PPO is obtained by any of the solution 
modification process as Process I and the melt modification process as Process II. In the present invention, 
the modification rate, which is the content of the compound having an ethylenic double bond and a polar 
group in the same molecule in the PPO modified with said compound is 1.3% or more, desirably 1.3 to 

so 10%, particularly desirably 1.3 to 5% by weight as the optimum. A modification rate of less than 1.3% by 
weight is unfavorable from the viewpoint of improvement in long-term heat resistance as well as the 
economical efficiency, since it necessitates increase in the compounding ratio of the Maleic anhydride- 
modified PPO in the composition in order to develop sufficient dynamical properties and heat resistance. 
On the other hand, said rate exceeding 10% by weight sometimes unfavorably lowers the compatibility of 

55 the PPO with SPS. Thus, said rate in the range of 1.3 to 5.0% by weight is most effective for sufficiently 
developing the dynamical properties of the composition without deteriorating the long-term heat resistant 
stability thereof by compounding the Maleic anhydride-modified PPO only in an small amount in the 
composition. 
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As described hereinbefore, the thermoplastic resin composition comprises the above-mentioned compo- 
nents (A) to (C), and more specifically with regard to the compounding ratio, (A) 100 parts by weight of a 
styrenic polymer having a high degree of syndiotactic configuration, (B) 1 to 350, preferably 5 to 200 parts 
by weight of an inorganic filler and (C) 0.1 to 3.5 preferably 0.5 to 3.0 parts by weight of a Maleic 
anhydride-modified PPO having a modification rate of 1.3% or more by weight. 

In the aforestated composition, a compounding ratio of the inorganic filler less than 1 part by weight 
results in failure to sufficiently exert the compounding effect thereof, whereas that exceeding 350 parts by 
weight unfavorably brings about such disadvantages as poor dispersibility and difficulty in molding the 
composition. Also, a compounding ratio of the Maleic anhydride-modified PPO less than 0.1 part by weight 
is not sufficient to exhibit the effect on improving the dynamical properties and heat resistance of the 
composition, whereas that exceeding 3.5 parts by weight undesirably results in the loss of long-term heat 
resistant stability. 

Moreover, the thermoplastic resin composition of the present invention can be further gifted with impact 
resistance by being compounded with a rubbery elastomer when necessary as the component (D) in 
75 addition to the above-described components (A), (B) and (C). 

Examples of the rubbery elastomers capable of providing the composition with impact resistance 
include natural rubber, polybutadiene rubber, polyisoprene rubber, polyisobutylene rubber, neoprene 
rubber, polysulfied rubber, thiokol rubber, acrylic rubber, urethane rubber, silicone rubber, epichlorohydrin 
rubber! styrene/butadiene block copolymer, styrene/butadiene/styrene block copolymer, hydrogenated 
styrene/butadiene/styrene block copolymer, styrene/isoprene block copolymer, ethylene/propylene rubber, 
ethylene/propylene/diolefin rubber and modified products from any of the aforementioned rubbers. Among 
them are particularly desirably used hydrogenated styrene/butadiene/styrene block copolymer, 
styrene/butadiene block copolymer, styrene/butadiene/styrene block copolymer, etc. 

The compounding ratio of the rubbery elastomer is 5 to 100, preferably 10 to 80 parts by weight based 
on 100 parts by weight of the styrenic polymer having a high degree of syndiotactic configuration (A). A 
compounding ratio thereof less than 5 parts by weight unfavorably leads to insufficient effect on improving 
impact resistance, whereas that exceeding 100 parts by weight undesirably causes marked decrease in 
heat resistance and rigidity of the objective composition. 

Moreover, the thermoplastic resin composition according to the present invention may be compounded 
with an other type of thermoplastic resin and further any of various additives insofar as an object of the 
present invention is not impaired. The compounding ratio of the other type of thermoplastic resin may be 
properly selected according to the situation, but is preferably 150 or less parts by weight based on 100 
parts by weight of SPS. Examples of such resin include styrenic resin, polyolefin and polyamide, and those 
of the additives include antioxidant, nucleating agent, etc. 

The thermoplastic resin according to the present invention is greatly improved in long-term heat 
resistant stability, which is further improved along with impact resistance by the combined use with the 
rubbery elastomer. 

Consequently the thermoplastic resin composition according to the present invention can find a wide 
variety of effective use in molding industrial materials including electric and electronic materials such as 
connectors and print-curcuit board; industrial construction materials; automobile parts such as connectors to 
be mounted on vehicles, wheel, cap and cylinder head cover; domestic electrical appliances; various 
machine parts, etc. 

In the following, the present invention will be described in more detail with reference to preparation 
examples, examples and comparative examples. 
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Preparation Example 1 



One (1) kg of PPO and 30 g of maleic anhydride were dry-blended and melt kneaded by the use of a 
30 mm twin-screw extruder at a revolution of 200 rpm at a temperature set to 300 *C, while the resin 
50 temperature was about 330 'C. The resultant strand was cooled and then pelletized to produce maleic 
anhydride-modified PPO. 

In order to measure the modification rate, 1 g of the resultant modified PPO was dissolved in 
chloroform and thereafter reprecipitated in methanol, and the recovered polymer was subjected to Soxhlet 
extraction using methanol and dried. The modification rate was determined from the intensity of carbonyl 
55 absorption in infrared (IR) absorption spectrum and by neutralizing titration. The results are given in Table 1 . 
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Preparation Example 2 

The procedure in Preparation Example 1 was repeated except that 10 g of 2,3-dimethyl-2,3-diphenyl- 
butane (produced by Nippon Oil & Fat Co., Ltd. under the tradename NOPHMER BC) was dry blended as 
5 the radical generator. The results are given in Table 1 . 

Preparation Example 3 

The procedure in Preparation Example 2 was repeated except that 20 g of the agent was dry blended 
io instead of 10 g. The results are given in Table 1. 
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Example 1 



55 To 100 parts by weight of syndiotactic polystyrene (SPS, weight-average molecular weight = 348,000, 
weight-average molecular weight Mw/number average molecular weight Mn= 2.64) were added 0.5 part by 
weight of the maleic anhydride-modified PPO as obtained in Preparation Example 2, one (1) part by weight 
of aluminum p-(tert-butyl)benzoate (produced by Dainippon Ink & Chemicals, Inc. under the tradename 
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PTBBA-AI) as the nucleating agent, 0.1 part by weight of (2,6-di-tert-butyl-4-methylphenyl)pentaerythritol 
diphosphate (produced by Adeka Argus Co., Ltd. under the tradename "PEP-36 ,f ) as an antioxidant and 0.1 
part by weight of tetrakis [methylene-3-(3 , ,5 , -di-tert-butyl-4 , -hydroxyphenyl)hpropionat (produced by Adeka 
Argus Co., Ltd. under the tradename "MARK A060") also as an antioxidant, and dry blended with a 
Henschel mixer. Subsequently the mixture was incorporated with 43 parts by weight of am inosi lane-treated 
glass fiber (13um/3 mm) as the inorganic filler by side feeding and pelletized with a twin-screw extruder. 
The pellet was injection molded to produce test pieces for tensile test, which were subjected to tensile 
strength tests before and after the test for long-term heat resistance according to JIS-K-7113. The results 
are given in Table 2. 

E xamples 2 to 6 and Comparative Examples 1 to 5 

The procedure in Example 1 was repeated except that the amounts of maleic anhydride-modified PPO 
were altered. The results are given in Table 2. 
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It can be seen from Tables 1 and 2 that the dynamical properties of the composition can be improved 
55 by adding 0.1 to 3.5 parts by weight of maleic anhydride-modified PPO as compared with the comparative 
examples without the addition thereof, and the long-term heat resistance is improved as compared with the 
comparative examples with the addition thereof of 5 or more parts by weight. 
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It can also be seen from the tables that the dynamical properties of the composition can be 
economically improved to a great extent by adding the maleic anhydride-modified PPO having a modifica- 
tion rate of 1.3% or more by weight and at the same time the long-term heat resistance is markedly 
improved as compared with the cases with the addition thereof of 5 or more parts by weight. 

5 

Example 7 

To 100 parts by weight of syndiotactic polystyrene (SPS, weight-average molecular weight = 348,000, 
weight-average molecular weight Mw/number average molecular weight Mn = 2.64) were added 10 parts by 

w weight of hydrogenated styrene/butadiene/styrene block copolymer (produced by Shell Chem. Co. under 
the tradename "Kraton" G1651, SEBS), 0.5 part by weight of the maleic anhydride-modified PPO as 
obtained in Preparation Example 2, one (1) part by weight of aluminum p-(tert-butyl)benzoate (produced by 
Dainippon Ink & Chemicals, Inc. under the tradename PTBBA-AI) as the nucleating agent, 0.1 part by weight 
of (2,6-di-tert-butyl-4-methylphenyl)pentaerythritol diphosphite (produced by Adeka Argus Co., Ltd. under 

is the tradename n PET-36") as an antioxidant and 0.1 part by weight of tetrakis[methylene-3-(3\5'-di-tert- 
butyl-4'-hydroxyphenyl)]propionate (produced by Adeka Argus Co., Ltd. under the tradeneme "MARK 
A060") also as an antioxidant, and dry blended with a Henschel mixer. Subsequently the mixture was 
incorporated with 43 parts by weight of am inosi lane-treated glass fiber (13 u.m/3 mm) as the inorganic filler 
by side feeding and pelletized with a twin-screw extruder. The pellet was injection molded to produce test 

20 pieces for tensile test and Izod impact test, which were subjected to tensile strength tests and Izod impact 
tests before and after the test for long-term heat resistance. The results are given in Table 3. 

Example 8 to 12 and Comparative Examples 6 to 10 

25 The procedure in Example 7 was repeated except that the amounts of maleic anhydride-modified PPO 
were altered. The results are given in Table 3. The tensile strength test and Izod impact strength test were 
carried out in accordance with JIS-K-7113 and JIS-K-7110, respectively. 



30 



35 



40 



45 



50 



55 



12 



INSDOCID: <EP 0546497A2_L> 



EP 0 546 497 A2 



10 



CM 



75 



20 



cn 
c 

0) 

(A 

-M 
O 
<0 



x: 
c 



(A 

0> 
H 
H 
(A 
C 
0) 



0) 

cn 

<& « 

<o P 
I u 

J3 rH 
cn o 

<-* e 



25 



30 



35 



40 



45 



50 



a 

o 

e 



U 

v CD 

o o 
in in 



H 3 
4 J rH 

C > 

•H 



in 


CM 


CM 


CM 


cn 




cm 




CN 


CO 


T 


* 


• 


• 


• 


• 




• 


• 


• 


• 


* 




rH 


co 


r-4 


CM 


co 






co 




CO 


n 


CO 


\0 


rH 




o 


m 


m 


cr. 


in 


CO 


O 


i— I 


CO 


C< 


co 




r- 


co 








»— i 


rH 


rH 


.H 


rH 


•h 




rH 


rH 


r-H 


•h 



o 



JZ 
3 



c > 



o o 
o o 
in in 



r-i 

<0 CO 
"H P 
rH 
-H 10 

C > 



CO 










to 


Q) 




CQ 


rH 




M 


X) 




in 


<0 














to 1-1 




01 <D 




> 




r-i t-t 




ID «M 



4-> 

? 4) W 

O X) <c 

E'O ft 





■M 








C 






o 






U 


(X 


O -O £ 


IX 


E -o 


P 




10 


10 




TJ 








0) 








-H 


c 








0 






-H 


•H 






T3 








O 








E 


u 




<*» 


i 


•H 


4' 


■M 


0) 


*M 


03 


■* 


T3 


•H 


rl 




-H 


T3 






M 


O 






t3 


£ 






















c 








(0 








u 






Q> 


-H 






a 


QJ 








rH 








<o 








21 









O 


O 


0 


0 


0 


O 


0 


0 


O 


0 


O 


m 


ro 


CM 


O 


CM 


cn 


in 


vO 


CO 


vO 


m 


ra 


























*> 










* 


* 




* 


rH 


rH 


r-» 


rH 


rH 


«H 




rH 


rH 


rH 


«H 


O 


O 


O 


O 


O 


O 


0 


O 


O 


O 


O 


a 


O 


O 


O 


O 


O 


0 


O 


O 


O 


O 


0 


O 


O 


O 


O 


O 


0 


O 


O 


O 


O 


o> 


c*~ 


•*r 


rH 


in 


CM 


0 


rH 


CN 


O 


in 


co 


CM 


r-i 






rH 


10 


NO 


r- 


\D 


r- 


CM 


CM 


CM 


CM 


CM 


CM 


CM 


*H 




rH 




0 


O 


O 


O 


O 


O 


O 


O 


0 


O 


0 


0 


O 


O 


O 


O 


O 


O 


O 


0 


O 


0 


0 


O 


O 


O 


O 


O 


O 


O 


0 


O 


0 


co 


OO 


CO 


CO 


CO 


CO 


CO 


OO 


CO 


CO 


CO 


T 


*r 




*r 


-M' 








T 






m 




CO 


cn 


CO 


co 


co 


CO 


CO 


co 


CO 


O 


0 


O 


O 


O 


0 


0 


O 


0 


O 


O 




in 
o 



in 



o 

CO 



in 
o 



m o 

r-l CO 



O 



o 
■ 



in 


in 


in 


c~- 


r» 






co 


CO 




C~ 


co 


co 


CO 


VO 


vo 


MP 




CO 


CO 


10 
















1 


• 


• 


• 


» 
















0 


0 


rH 


rH 



c c c c c 

O CM O CM O CM O CO O CO 

-H H 

ft) 4 > 

U rH O 

p a- p 

o to o 

|H X r-l 



c c 

CM O CM O CO 

-H H 

fl) -M <D +-* 

rH O rH O 

p, p a p a p 

E 13 E O E «0 

<o o «o o «o 

X U X M X 



O 



c 

O CO 

-r-t 

a> *j a> 

--4 o 

p 

E *0 
CO O 



a. 1 

E 
to 

X 



c 

O rH 

•H 

-M 0) 

U rH 

p a, 

rQ E 

O <D 
U X 

0, u 



c 

O «H 
•rl 

^» 0) 
U rH 

p a 

TJ E 
O 0 
M X 

a. in 















OJ 




0) 








0 


rH 


CM 


> 


> 


> 




00 * 




rH 


rH 


rH 


*H vo 


■H C- 
+J 


•H CD 
♦J 




CD 


a> 


a> 


0) 


Q> 


(0 0) 




(0 0) 


rH 


rH 


rH 


rH 


rH 


rH 


r-l rH 


r-l rH 


14 rH 


a 




a 


a 


O, 


a, 


CD P. 




to a 


E 


£ 


E 


E 


e 


E 


P« E 


a e 


a E 


10 


to 


(0 




<o 


CO 


E <0 


E « 


E «J 


X 


X 


X 


X 


X 


X 


0 X 


0 X 


0 X 


u 


w 


w 


w 


w 


w 


CJ u 


u w 


u w 



c 

O co 

-H 

4^ CD 

U rH 

P Pi 

•O E 
o <0 
k X 

a. uj 

> 

•H OT\ 

■M 

to 0) 

tl rH 
<0 P* 

a e 
e to 
o x 

U Ui 



c 

0 co 

♦r-l 

■M 0) 

O rH 

p Pi 

TJ E 

o <o 

U X 

& ui 
a> 

P> o 

-H rH 

ID 4> 

U rH 

to a 

P E 

E <0 

O X 

o w 



55 



It can be seen from Table 3 that the dynamical properties of the composition can be improved by 
adding 0.1 to 3.5 parts by weight of maleic anhydride-modified PPO as compared with the comparative 
examples without the addition thereof, and the long-term heat resistance is improved as compared with the 
comparative examples with the addition thereof of 5 or more parts by weight. 

It can also be seen from the tables that the dynamical propertise of the composition can be 
economically improved to a great extent by adding the maleic anhydride-modified PPO having a modifica- 
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tion rate of 1.3% or more by weight and at the same time the long-term heat resistance is markedly 
improved as compared with the cases with the addition thereof of 5 more parts by weight. 

Example 13 

5 ~ 

100 g of PPO having an intrinsic viscosity [nj of 0.47 dl/g as measured in chloroform at 25 °C and 10 g 
of maleic anhydride were dissolved in 150 ml of toluene with heating up to 110°C, and the resultant 
solution was incorporated with 5.0 g of 1 .l-bis^ert-butylperoxyJ-S^.S-trimethylcyclohexane (produced by 
Nippon Oil and Fats Co., Ltd. under the tradename n PERHEXA-3M n ) to proceed with modification reaction 
w for 4 hours. The resultant reaction solution was added to one (1) liter of methanol to recover the deposited 
polymer. 

The presence of unmodified PPO was judged by dissolving one (1) g of the recovered polymer in 50 ml 
of methylene chloride, allowing the solution to stand for 3 hours and observing the presence of deposit, and 
also by thin-layer chromatography using silica gel along with the existence of impurities. The modification 
75 rate of the polymer thus obtained was determined by dissolving one (1) g of the resultant modified PPO in 
chloroform, reprecipitating it in methanol, subjecting the recovered polymer to Soxhlet extraction using 
methanol, drying the polymer, measuring the intensity of carbonyl absorption in infrared (IR) absorption 
spectrum and conducting neutralizing titration. The results are given in Table 4. 

The modification rate of the modified PPO was determined from neutralizing titration in accordance with 
20 the following procedures. 

Procedure (1) 

One (1) g of the modified PPO after drying was dissolved in the mixed solvent of 100 ml of chloroform 
25 and 20 ml of ethanol each had been dehydrated with molecular sieve. To the solution thus obtained was 
added phenolphthalein as the titration indicator and the resultant solution was titrated with 0.05 N solution of 
potassium hydroxide in ethanol (titration solution) until neutral with the indicator to obtain the quantity of the 
titration solution required for neutralization (Ki ). 

30 Procedure (2) 

The procedure in Procedure (1) was repeated except that unmodified PPO was employed in place of 
the modified PPO to obtain the quantity of the titration solution required for neutralization (k 2 ). 

35 Procedure (3) 

The procedure in Procedure (1) was repeated except that succimic anhydride was used in place of the 
modified PPO to determine the neutralization equivalent for the titration solution of the modified PPO 
(maleic anhydride-modified PPO). As the result, it was proved that about one (1) equivalent of potassium 
40 hydroxide was necessary per one (1) equivalent of succinic anhydride. The reason for using succinic 
anhydride in the procedure is that maleic anhydride is presumed to react with PPO and saturate C = C bond 
thereof into C-C bond. 

Procedure (4) 

45 

The titre for the groups derived from maleic anhydride in PPO (K) (herein after simply referred to as 
"maleic anhydride groups") was obtained by substracting the quantity of the titration solution required in 
Procedure (2) (Ki ) from that required in Procedure (1) (Ki) as expressed by the following formula: 

50 K=Ki-K2 

On the basis of the result in Procedure (3) that in neutralizing the maleic anhydride groups in the 
modified PPO, one (1) equivalent of potassium hydroxide is necessary per one (1) equivalent of maleic 
anhydride groups, the quantity of maleic anhydride groups in the modified PPO was calculated. The 
55 modification rate of the modified PPO was obtained as the ratio in % by weight of the quantity of maleic 
anhydride groups calculated in the above manner to the modified PPO. 
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Example 14 

The procedure in Example 13 was repeated except that the amount of the PERHEXA-3M was altered. 
The results are given in Table 4. 

Examples 15 to 16 



The procedure in Example 13 was repeated except that ethylbenzene was used as the solvent in place 
of toluene, a different amount of di-tert-butyl peroxide (produced by Nippon Oil & Fats Co., Ltd. under the 
10 tradename "PERBUTYL-D") was used as the radical generating agent in place of 1,1-bis(tert-butylperoxy)- 
3,3,5-trimethylcyclohexane, and the reaction was carried out at 145«C. The results are given in Table 4. 

Comparative Example 10 

75 The procedure in Example 13 was repeated except that 1 kg of PPO same as that in Example 13 was 
dry blended with 50 g of maleic anhydride at room temperature and the resultant blend was subjected to 
modification reaction by melt kneading at 300 °C by the use of a 30 mm twin-screw extruder. The results 
are given in Table 4. 

20 Com parative Example 1 1 

The procedure in Comparative Example 10 was repeated except that dicumyl peroxide (produced by 
Nippon Oil & Fats Co., Ltd. under the tradename "PERCUMYL-D") was added to the composition. The 
results are given in Table 4. 
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It can be seen from Table 4 that it is made possible by the solution modification to increase the 
55 modification rate of PPO, decrease impurities and residual unmodified PPO and improve the hue of the 
objective product. 
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Example 17 

100 parts by weight of SPS having a weight-average molecular weight (Mw) of 400,000 and Mw/Mn 
ratio of 2.5 (Mn: number-average molecular weight) was dry-blended with 3 parts by weight of the maleic 
5 anhydride-modified PPO as prepared in Example 14, and the resultant blend was kneaded by the use of a 
30 mm twin-screw extruder at 300 °C at a revolution of 200 rpm, while being fed with 43 parts by weight of 
aminosi lane-treated glass fiber to afford pellet. The resultant pellet was molded, and the molding thus 
obtained was tested for dynamical properties and heat resistance. The results are given in Table 5. 

10 Example 18 

The procedure in Example 17 was repeated except that 0.5 part by weight of the maleic anhydride- 
modified PPO as prepared in Example 14 was used instead of 3 parts by weight. The test results are given 
in Table 5. 
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Comparative Example 12 

The procedure in Example 17 was repeated except that 3 parts by weight of the maleic anhydride- 
modified PPO as prepared in Comparative Example 10 was used. The test results are given in Table 5. 

Comparative Example 13 

The procedure in Example 17 was repeated except that 0.5 part by weight of the maleic anhydride- 
modified PPO as prepared in Comparative Example 10 was used. The test results are given in Table 5. 
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55 



It is clear from Table 5 that the increased modification rate arid the decreased impurities by virture of 
the solution modification process (Process 1) are effective for improving the dynamical properties, hue and 
heat resistant stability of the glass fiber-reinforced thermoplastic resin. 

Since as mentioned above the modified PPO obtained by the Process I is enhanced in modification rate 
and free from impurities, only a small amount of the above PPO added to a styrenic polymer alloy or a 
composition thereof can improve the dynamical properteis and heat resistance, and as compared with the 
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prior arts, the heat resistant stability as well. 
Example 19 

5 One (1) kg of PPO same as that in Example 13, 30 g of maleic anhydride and 10 g of 2,3-dimethy 1-2,3- 

diphenylbutane (produced by Nippon Oil & Fats Co., Ltd. under the tradename "NOPHMER BC") as the 
radical generator were dry-blended and melt-kneaded by the use a 30 mm twin-screw extruder at a 
revolution of 200 rpm at a temperature set to 300 *C, while the resin temperature was 300 °C, approxi- 
mately. The resultant strand was cooled and then pelletized to produce maleic anhydride-modified PPO. 

io In order to measure the modification rate, one (1) g of the resultant modified PPO was dissolved in 

chloroform and thereafter reprecipitated in methanol, and the recovered polymer was subjected to Soxhlet 
extraction and dried. The modification rate was determined from the intensity of carbonyl absorption in IR 
absorption spectrum and by nectralizing titration. The results are given in Table 6. 

75 Examples 20 to 22 

The procedure in Example 19 was repeated except that the amounts of the maleic anhydride-modified 
PPO and NOPHMER BC were altered as in Table 6. The test results are given in Table 6. 

20 Comparative Example 14 

The procedure in Example 19 was repeated except that any radical generator was not added. The test 
results are given in Table 6. 

25 Comparative Example 15 

The procedure in Example 19 was repeated except that 50 g of maleic anhydride was added and any 
radical generator was not added. The test results are given in Table 6. 

30 Comparative Examples 1 6 to 23 

The procedure in Example 19 was repeated except that the amounts of maleic anhydride added and 
the types of radical generators were altered. The test results are given in Table 6. 
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As is clear from the results in Table 6, the modification rate of the mafeic anhydride-modified PP0 can 
be improved by the addition of a radical generator. However, as is clear from the results in Comparative 
55 Examples 16 to 23, the use of the peroxide or azo compound which has heretofore been employed as a 
radical generator and is instantaneously decomposed at the PPO f s substantial kneading temperature does 
very little in contributing to the modification of PP0. On the other hand, even a small amount of 2,3- 
dimethyl-2,3-diphenylbutane, when used as the radical generator in the present invention (Process II), can 
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remarkably improve the modification rate and facilitates the production of the maleic anhydride-modified 
PPO at a modification rate higher than that in the conventional method by the use of a simplified extruder. 

Example 23 

5 

100 parts by weight of SPS having a Mw of 400,000 and Mw/Mn ratio of 2.5 was dry-blended with one 
(1) part by weight of the maleic anhydride-modified PPO as prepared in Example 19, and the resultant 
blend was kneaded by the use of a 30 mm twin-screw extruder at 300 °C at a revolution of 200 rpm, while 
being fed with 43 parts by weight of am inosi lane-treated glass fiber to produce pellet. The pellet thus 
w obtained was molded, and the resultant molding was tested for dynamical properteis and heat resistance. 
The results are given in Table 7. 

Example 24 



The procedure in Example 23 was repeated except that one (1) part by weight of the maleic anhydride- 
modified PPO as prepared in Example 20 was employed. The test results are given in Table 7. 

Comparative Examples 24 and 25 

The procedure in Example 23 was repeated except that one (1) part by weight of the maleic anhydride- 
modified PPO as prepared in Comparative Examples 18 and 21, respectively was employed. The test 
results are given in Table 7. 
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As is clear from the test results in Table 7, increased modification rate of PPO even at the same 
as amount thereof enables the manifestation of the dynamical properties and heat resistance of the objective 
composition that are superior to those of the conventional product, thereby making contributions to the 
improvement in adhesion between SPS-based resin and inorganic fillers in SPS-based resin compositions, 
as well as to the production of the modified PPO useful for the purpose of improving compatibility among 
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the components of alloy-based composition. 

As described above, the melt modification process (Process II) according to the present invention 
enables the production of the modified PPO enhanced in modification rate with simplified operation by the 
use of the radical generating agent having a decomposition temperature higher than those of the 
5 conventional agent. Likewise, the modified PPO produced by the Process II is capable of improving the 
dynamical properties and heat resistance of a styrenic polymer alloy or the composition thereof only by a 
small amount added to said alloy or the composition. 

Example 25 

10 

The procedure in Example 14 was repeated except that glycidyl methacrylate was used in place of 
maleic anhydride. The results are given in Table 8. 

Comparative Example 26 

75 

The procedure in Comparative Example 10 was repeated except that glycidyl methacrylate was used in 
place of maleic anhydride. The results are given in Table 8. 
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55 Example 26 

The procedure in Example 17 was repeated except that 3 parts by weight of the glycidyl methacrylate- 
modified PPO as prepared in Example 25 was used. The results are given in Table 9. 
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Com parative Example 27 

The procedure in Example 17 was repeated except that 3 parts by weight of the glycidyl methacrylate- 
modified PPO as prepared in Comparative Example 26 was used. The results are given in Table 9. 
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Example 27 

The procedure in Example 19 was repeated except that glycidyl methacrylate was used in place of 
maleic anhydride. The results are given in Table 10. 

Comparative Example 28 

The procedure in Comparative Example 17 was repeated except that glycidyl methacrylate was used in 
place of maleic anhydride. The results are given in Table 10. 
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Example 28 

The procedure in Example 23 was repeated except that 1 part by weight of the glycidyl methacrylate- 
modified PPO as prepared in Example 27 was used. The results are given in Table 11. 

5 

Comparative Example 29 

The procedure in Example 23 was repeated except that 1 part by weight of the glycidyl methacrylate- 
modified PPO as prepared in Comparative Example 28 was use. The results are given in Table 11. 
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1. 



A thermoplastic resin composition which comprises (A) 100 parts by weight of a styrenic polymer 
having a high degree of syndiotactic configuration, (B) 1 to 350 parts by weight of an inorganic filler 
and (C) 0.1 to 3.5 parts by weight of a polyphenylene ether that is modified with a compound having an 
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ethylenic double bond and a polar group in the same molecule or a derivative thereof, said ether having 
a modification rate of 1 .3% or more by weight. 

2. A thermoplastic resin composition which comprises (A) 100 parts by weight of a styrenic polymer 
having a high degree of syndiotactic configuration, (B) 1 to 350 parts by weight of an inorganic filler, (D) 
5 to 100 parts by weight of a rubbery elastomer and (C) 0.1 to 3.5 parts by weight of a polyphenylene 
ether that is modified with a compound having an ethylenic double bond and a polar group in the same 
molecule or a derivative thereof, said ether having a modification rate of 1 .3% or more by weight. 

3. The composition according to Claim 1 wherein the inorganic filler is a surface-treated inorganic filler. 

4. The composition according to Claim 2 wherein the inorganic filler is a surface-treated inoganic filler. 

5. The composition according to Claim 1 wherein said compound is selected from maleic anhydride and 
glycidyl metahcrylate. 

6. The composition according to Claim 2 wherein said compound is selected from maleic anhydride and 
glycidyl methacrylate. 

7. A process for producing a polyphenylene ether that is modified with a compound having an ethylenic 
double bond and a polar group in the same molecule or a derivative thereof, said ether having a 
modification rate of 1.3% or more by weight which comprises reacting 100 parts by weight of a 
polyphenylene ether consisting of the repeating units each represented by the general formula (I) 



wherein R 1 and R 2 are each an alky! group having 1 to 4 carbon atoms or a halogen atom, with 1 to 20 
parts by weight of the compound having an ethylenic double bond and a polar group in the same 
molecule or a derivative thereof in an aromatic hydrocarbon solvent in the presence of 15 or less parts 
by weight of a radical generator. 

8. A process for producing a polyphenylene ether that is modified with a compound having an ethylenic 
double bond and a polar group in the same molecule or a derivative thereof, said ether having a 
modification rate of 1.3% or more by weight which comprises reacting 100 parts by weight of a 
polyphenylene ether consisting of the repeating units each represented by the general formula (I) 



wherein R 1 and R 2 are each an aikyl group having 1 to 4 carbon atoms or a halogen atom, with 1 to 5 
parts by weight of the compound having an ethylenic double bond and a polar group in the same 
molecule or a derivative thereof at a temperature of 300 to 350 °C in the presence of 0.1 to 3 parts by 
weight of a radical generator which exhibits a half-life period of one (1) minute at 300 *C or higher. 




( I ) 




( I ) 
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9. The process according to Claim 7 wherein said compound is selected from maleic anhydride and 
glycidyl methacrylate. 

10. The process according to Claim 8 wherein said compound is selected from maleic anhydride and 
5 glycidyl methacrylate. 

11. The process according to Claim 8 wherein the radical generator is 2,3-dimethyl-2,3-diphenylbutane. 

12. The composition according to Claim 1 which comprises the polyphenylene ether that is modified with a 
w compound having an ethylenic double bond and a polar group in the same molecule or a derivative 

thereof , said ether having a modification rate of 1.3% or more by weight and being produced by the 
process as set forth in Claim 7. 

13. The composition according to Claim 1 which comprises the polyphenylene ether that is modified with a 
75 comound having an ethylenic double bond and a polar group in the same molecule or a derivative 

thereof, said ether having a modification rate of 1.3% or more by weight and being produced by the 
process as set forth in Claim 8. 

14. The composition according to Claim 2 which comprises the polyphenylene ether that is modified with a 
20 compound having an ethylenic double bond and a polar group in the same molecule or a derivative 

thereof, said ether having a modification rate of 1.3% or more by weight and being produced by the 
process as set forth in Claim 7. 

15. The composition according to Claim 2 which comprises the polyphenylene ether that is modified with a 
25 compound having an ethylenic double bond and a polar group in the same molecule or a derivative 

thereof, said ether having a modification rate of 1.3% or more by weight and being produced by the 
process as set forth in Claim 8. 
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